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Description 

This invention relates to inorganic fillers for organic polymer compositions, to a process for preparing 
such fillers, to organic polymer compositions including such fillers and to articles made from such organic 

6 polymer compositions. 

In a known process for making glass mat reinforced thermoplastic sheet material a mixture of chopped 
glass fibres, polypropylene powder and an inorganic filler such as kaolin, calcium carbonate, talc or mica is 
dispersed in water containing an anionic surfactant using a high speed mixer to form a stable foam and this 
foam is spread uniformly over the surface of a travelling wire mesh felt similar to that conventionally used in 

to a Fourdrinier paper making machine and the aqueous phase is withdrawn through the wire mesh by gravity 
and suction. The mat of solid materials thus formed on the upper surface of the wire mesh is then dried at a 
temperature of about 100°C and the resultant dried mat may be cut into pieces of suitable size, stacked if 
desired to form a multi-layer sheet material and pressed between steel plates at a temperature of about 
200*C and allowed to cool in the press to form a sheet-like component such as a car body panel. 

re Alternatively, the stacks of cut pieces may be heated to about 200 • C by means of a current of hot air or by 
infra red radiation and subsequently allowed to cool in a press at about 60 *C to form the sheet-like 
material. 

In addition to the glass fibres, polypropylene and inorganic filler it is often necessary to include in the 
starting mixture for a glass mat reinforced thermoplastic material a small amount, normally up to about 4% 

20 by weight of the total solid material, of carbon black. This is introduced not only to render the final sheet 
material black in colour, as is often required in commerce, but also to provide a screening effect against the 
harmful action of ultraviolet radiation on the material. However, when carbon black is introduced into the 
starting mixture, problems are experienced because of the well known difficulties of handling fine carbon 
black powder without creating a cloud of black particles which settles out over a wide area. This problem is 

25 especially severe when dry carbon black is mixed with a dry thermoplastic material. The retention of the 
fine carbon black particles in the mat during the forming operation on the wire mesh has also been found to 
be poor and it is generally found that the carbon black is unevenly dispersed in the final dried and pressed 
material with the result that the sheet material has a veined or mottled appearance with dark areas having a 
high concentration of carbon black alternating with areas which are light in colour and almost translucent 

30 Similar handling problems arise when "fine carbon black is incorporated in injection moulding thermo- 
plastic compositions in which carbon black in an amount of about t % by weight ol the total composition is 
normally required, and in thermosetting dough moulding compounds in which the amount of carbon black is 
usually about 0.5% by weight based on the total weight of the compound. 

Carbon black is the term used to describe a wide range of fine carbon products which may be made by 

35 partial combustion or thermal decomposition of hydrocarbons in the vapour phase. The ultimate colloidal 
units of carbon black may occur as aggregates, which are fused assemblies of particles. Typically, carbon 
blacks may have particle diameters up to 500 nanometers. Most carbon blacks have an elemental carbon 
composition greater than 90%. 

GB-A-21 79665 describes a process for preparing an inorganic filler which process comprises treating a 

40 particulate inorganic material with a natural or synthetic latex composition and dewatering and drying the 
resultant mixture. The surface-treated inorganic filler can be used with advantage in a polymeric resin 
composition. 

US-A-4366285 relates to a process for producing an elastomer-filler mixture optionally containing an 
extender oil. The composite material contains from 20 to 70% by weight of filter based on the weight of the 
45 elastomer. In some of the composite materials, a high-aromatic extendar oil and a finely divided carbon 
black are included. 

EP-0213931 describes a process for preparing an inorganic filler for use in a polymeric resin 
composition. 

The present invention provides a method of incorporating finely divided carbon black pigment into a 
so thermoplastic or thermosetting organic polymer composition in such a way that the handling problems are 
overcome and the carbon black is substantially uniformly dispersed in the polymer composition. 

According to one aspect of the present invention, there is provided a process for preparing a coated 
inorganic filler which comprises: 

(1) combining a particulate inorganic material, a natural or synthetic latex composition and a dispersed 
55 aqueous suspension of carbon black to form an aqueous mixture of the ingredients; and 

(2) dewatering and drying the resultant mixture; 

said natural or synthetic latex composition being employed in an amount such as to provide a coating 
on the particles of inorganic filler of from 1% to 10% by weight of latex solids based on the weight of dry 
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inorganic material. 

According to another aspect of the present invention, there is provided a coated particulate inorganic 
material comprising a natural or synthetic elastomer and carbon black, wherein the elastomer is present in 
the coating in an amount of from 1% to 10% by weight, based on the weight of inorganic material. 
5 The particulate inorganic material may be combined or admixed with the latex composition and the 
dispersed aqueous suspension of carbon black sequentially or simultaneously. Admixing may be sequential 
with the latex composition first being combined in aqueous suspension with the particulate inorganic 
material to which the dispersed aqueous suspension of the carbon black is men added. Alternatively, and 
presently preferred, is first to combine the dispersed aqueous suspension of carbon black with an aqueous 
ro suspension of the particulate inorganic material to form a mixed suspension and then to add the latex 
composition. The resultant mixture of carbon black, inorganic filter and latex may be dewatered and dried 
by spray drying to form hollow dry micropheres. 

The inorganic material may be chosen from a kadlinitic clay (e.g. kaolin or ball clay), a calcined 
kaolinitic clay, calcium carbonates, silicates of aluminium and calcium (e.g. the natural calcium silicate 
15 known as wollastonite), bauxite, talc, mica, alumina trihydrate, silica, carbonates and hydroxides of 
magnesium {e.g. natural hydrotalcite), dolomite (i.e. the natural double carbonate of calcium and magne- 
sium), calcium sulphate (e.g. gypsum), and titanium dioxide. The inorganic material may be natural or 
synthetic and, in particular, both natural and synthetic forms of calcium carbonate, silicates of aluminium 
and calcium, silica, carbonates and hydroxides of magnesium, calcium sulphate and titanium dioxide are 
20 within the scope of this invention. Where the material is synthetic it may be precipitated (as with calcium 
carbonate, silica and titanium dioxide). The inorganic materials specified above may be regarded as white 
inorganic materials; the term "white" used in relation to "inorganic material" does not mean, however, that 
the mineral necessarily has a pure white colour, but that it is substantially free of any strong non-white hue. 
Many of the inorganic materials which may be employed in the present invention are cystalline. 
25 Preferably, the particles should be no larger than 100 microns, more preferably 50 microns and most 
preferably 20 microns, in diameter. 

Thus, the invention enables carbon black to be incorporated into an organic polymer composition as a 
component of a coating on an inorganic filler material, the carbon black being held in the coating by a film 
of a natural or synthetic elastomer material. The three main components (carbon black, Inorganic filler and 
30 latex) are dispersed together in water preferably containing a dispersing agent, and dewatered and dried, 
for example by spray drying to form dry microspheres. 

Preferably, the process of the invention comprises the following steps: 

a) fine carbon black is mixed with water containing a dispersing agent to form a suspension preferably 
containing from 5% to 25% by weight of carbon black; 
as b) a suspension preferably containing from 50% to 55% on a dry weight basis of a white inorganic filler 
and a dispersing agent for the inorganic filler is mixed with the carbon black suspension formed in step 
a) in proportions such that the quantity of carbon black is preferably from 0.1% to 10% on a dry weight 
basis based on the weight of the inorganic filler; 

c) there is mixed with the inorganic filler/carbon black suspension formed in step b) sufficient of a natural 
40 or synthetic latex composition to provide from 1% to 10% by weight of latex solids, based on the weight 

of the inorganic filler; and 

d) the mixed suspension formed in step c) is spray dried in a spray dryer to form hollow microspheres of 
substantially dry material having diameters preferably in the range from 0.02 mm to 0,5 mm. 

In step a) the dispersing agent may be, for example, a water-soluble salt of poly(acrylic acid), poly- 
43 {methacrylic acid) or of a copolymer containing from 10% to 80% by weight of acrylonitrile or 
methacrylonitrife monomer units and from 90% to 20% by weight of acrylic acid or methacrylic acid 
monomer units. The number average molecular weight of the water soluble polymer is preferably not more 
than 10.000. The amount of the dispersing agent used is preferably in the range from 0.1% to 5% by 
weight, based on the weight of dry carbon black. 
so In step b) the inorganic filler may be a white inorganic material as listed above. The dispersing agent for 
the inorganic filler is advantageously a water soluble salt of pofy(acry!ic acid) or po!y(methacrylic acid) 
having a number average molecular weight of not more than 10,000. The inorganic filler does not require 
any chemical pretreatment other than dispersion with a dispersing agent. The amount of the dispersing 
agent used is preferably in the range of from 0.05% to 0.5% by weight, based on the weight of the dry 
55 inorganic filler. 

The latex may be of a natural rubber, or of a natural rubber which has been substituted with functional 
groups, or a synthetic rubber such as a styrene butadiene rubber (SBR). Other suitable fatices Include those 
formed from acrylic copolymers (either elastomeric or non-elastomeric, although elastomeric is preferred) 
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and non-elastomeric materials such as poly(viny! acetate) and copolymers of vinyl acetate. The latex 
composition, which is a stabilised suspension of polymer particles in water, typically contains 40% to 60% 
by weight of solids. The latex may be stabilised with the aid of a surfactant or a water-soluble colloid 
although a surfactant would normally be employed as it usually gives a latex of lower viscosity. 

s The acrylic copolymer may be a copolymer of a lower alkyl ester of acrylic acid with a lower alky! ester 
of methacrylic acid. Particularly preferred are copolymers of ethyl acrylate and methyl methacrylate. Also 
suitable are copolymers of one or other or both of a lower alkyl ester of acrylic acid and a lower alky! ester 
of methacrylic acid with a further monomer chosen from vinyl acetate, styrene, acrylonitrile and mixtures 
thereof. The alkyl chains of the lower alkyl esters of acrylic add and methacrylic acid preferably have from 

to one to four carbon atoms. 

The copolymers of vinyl acetate may be those formed by copolymerising vinyl acetate with a 
copolymerising monomer chosen from a lower alkyl ester of acrylic acid, a lower alkyl ester of methacrylic 
acid, styrene, acrylonitrile and mixtures thereof. 

The mixed suspension formed in step c) may also contain other ingredients which are required in 

is certain organic polymer compositions such as antioxidants and metal deactivators. For example, an 
antioxidant, which may be, for example, of the non-staining hindered phenol type, may be mixed with water 
to form a suspension containing from 40% by weight to 60% by weight of the dry antioxidant, and the 
suspension mixed with the suspension formed in step c) in proportions such as to provide from 0.1% to 
10% by weight of the dry antioxidant based on the weight of the dry inorganic filler. 

20 In step d) the inlet temperature of the spray dryer is preferably less than 400°C, and most preferably 
less than 350°C, in order to avoid thermal degradation of the elastomer material or combustion of the 
carbon black. 

Coated inorganic material in accordance with the present invention may be incorporated into organic 
polymer compositions from which articles may be partially, or wholly, formed. The organic polymer 
25 composition into which the filler may be incorporated can be in a solid (I.e. powder) or liquid (i.e. resin) 
form. The coated inorganic filler of the present invention is particularly suited to organic polymer 
compositions in powder form. 

The dry hollow microspheres prepared by the process of the present invention are found to be in the 
form of a free-flowing powder which can be easily incorporated into an organic polymer composition and 
30 the carbon black is so well bound into the microspheres that the material may be poured onto a sheet of 
white paper with at most only a trace of black staining being visible after removal of the microspheres. The 
microspheres may, by adjustment of the gas flow rate through the spray dryer and of the inlet temperature, 
be prepared of such a size that the retention of the microspheres in, for example, a glass mat reinforced 
thermoplastic composition is greatly improved. Most advantageously the microspheres should have diam- 
35 eters in the range from 0.3 mm to 0.5 mm. 

In the present invention, any commercial grade of carbon black is suitable; however, fine carbon black, 
i.e. that having an average particle diameter no greater than 300 nanometers is particularly preferred. 

The dry microspheres prepared in accordance with the invention have also been found to be very 
suitable for incorporation into organic polymer compositions such as injection moulding thermoplastic 
40 compositions and dough moulding thermosetting compositions. 
The invention is illustrated by the following Examples. 

EXAMPLE 1 

45 A carbon black powder having an average particle diameter of 0.02 micrometer was dispersed in a 
quantity of water so as to form a suspension containing 20% by weight of the carbon black, there being 
dissolved in the water 2% by weight, based on the weight of the dry carbon black of a sodium polyacrylate 
dispersing agent having a number average molecular woight of 16B0. The carbon black suspension was 
then added to a suspension which had been formed by mixing a suspension containing 60% by weight of a 

50 paper filler grade kaolin clay and 0.2% by weight, based on the weight of dry kaolin, of the same dispersing 
agent as was used for the carbon black, and a latex containing 50% by weight of an elastomertc acrylic 
copolymer of ethyl acrylate and methyl methacrylate in proportions such that the quantity of the dry 
elastomertc copolymer was 5% by weight, based on the weight of dry kaolin clay. The kaolin clay had a 
particle size distribution such that 20% by weight consisted of particles having an equivalent spherical 

55 diameter larger than 10 microns and 35% by weight consisted of particles having an equivalent spherical 
diameter smaller than 2 microns. 

The carbon black suspension was mixed with the kaolin/elastomortc copolymer suspension in propor- 
tions such that the quantity of carbon black was 5% by weight, based on the weight of dry kaolin clay. 
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The resultant mixed suspension was fed to the atomizer of a spray dryer the inlet temperature of which 
was 300°C and the solid components of the mixture were recovered in the form of dry hollow microspheres 
of diameters in the range from 0.3 to 0.5 mm. 



s EXAMPLE 2 



A gfass mat reinforced thermoplastic composition was prepared according to the following formulation:- 



Chopped glass fibres 40g 
Polypropylene powder (0.3 mm - 0.5 mm diameter) 1 lOg 
Composite filler particles prepared in Example 1 50g 



The ingredients were mixed into 7 litres of water containing 20ml of an anionic surfactant using a high 
75 speed mixer to form a stable foam. The foam was distributed evenly over a wire mesh screen and the water 
removed by gravity and suction. The resultant felted mat was dried at 100°C and then pressed at 200°C 
between steel plates and allowed to cool in the press, the resultant glass mat reinforced polypropylene 
sheet was a uniform deep black in colour with no visible streaks, veins or mottling. The retention of the filler 
particles in the mat was also extremely good. 

20 

EXAMPLE 3 

A further sample of the same carbon black powder as was used in Example 1 was dispersed in water 
containing 2% by weight, based on the weight of the dry carbon black, of the same dispersing agent as was 

25 used in Example 1 to form a suspension containing 20% by weight of the carbon black. 

This suspension was then added to a suspension containing 60% by weight of a ground natural mica, 
having a particle size distribution such that substantially all of the particles had an equivalent spherical 
diameter smaller than 10 microns, and 0.2% by weight, based on the weight of dry mica, of the same 
dispersing agent as was used for the carbon black. To the mica/carbon black suspension thus formed, there 

30 was then added firstly a latex containing 50% by weight of the same acrylic copolymer as was used in 
Example 1 in proportions such that the quantity of the dry elastomeric copolymer was 5% by weight, based 
on the weight of dry mica, and secondly a suspension containing 50% by weight of a non-staining 
antioxidant of the hindered phenol type in proportions such that the quantity of the dry antioxidant was 1% 
by weight, based on the weight of dry mica. The quantity of carbon black in the resultant mixed suspension 

as was 5% by weight, based on the weight of dry mica. 

Hie resultant mixed suspension was spray dried under the same conditions as were described in 
Example 1 and the solid components of the mixture were recovered in the form of dry hollow microspheres 
of diameters in the range from 0.1 to 0.5 mm. 

These. microspheres were incorporated into a glass mat reinforced thermoplastic composition following 

40 the same formulation and method as were described in Example 2. The resultant glass mat reinforced 
polypropylene sheet was a uniform black in colour with no visible streaks, veins or mottling. The retention of 
the filler particles in the mat was also extremely good. 

EXAMPLE 4 

45 

The experiment of Example 3 was repeated except that the mica was replaced by an equal quantity of 
a synthetic alumina trihydrate having a particle size distribution such that substantially all the particles had 
an equivalent spherical diameter smaller than 10 microns. 

Again the resultant glass mat reinforced polypropylene sheet was a uniform black in colour with no 
50 visible streaks, veins or mottling. The retention of the filler particles in the mat was extremely good. 

Claims 

1. A process for preparing a coated inorganic filler which comprises: 
55 (1) combining a particulate inorganic material, a natural or synthetic latex composition and a 

dispersed aqueous suspension of carbon black to form an aqueous mixture of the ingredients; and 
(2) dewatering and drying the resultant mixture; 
said natural or synthetic latex composition being employed in an amount such as to provide a 
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coating an the particles of inorganic filler of from 1% to 10% by weight of latex solids based on the 
weight of dry inorganic material. 

2. A process according to claim 1, wherein the carbon black is employed in an amount such as to provide 
5 in the coating from 0.1% to 10% by weight of dry carbon black based on the weight of the inorganic 

filler. 

3. A process according to claim 1 or 2, wherein the inorganic material and the latex composition are 
added, either sequentially or simultaneously, to the aqueous suspension of carbon black. 

10 

4. A process according to claim 1, 2 or 3, wherein the aqueous suspension of carbon Wack contains from 
5% to 25% by weight of carbon black. 

5. A process according to any preceding claim, wherein the particulate inorganic material is employed in 
is the form of a dispersed aqueous suspension. 

6. A process according to claim 5, wherein tha aqueous suspension of the inorganic material contains 
from 50% to 65% by weight of the Inorganic materia!. 

20 7. A process according to any preceding claim, wherein the mixture of inorganic material, latex and 
carbon black is spray dried to form hollow microspheres. 

6. A process according to any preceding claim, wherein the particulate inorganic material is chosen from 
a kaoiinitic clay, a calcined kaoiinitic clay, a calcium carbonate, silicates of calcium and aluminium, 
25 bauxite, talc, mica, alumina trihydrate, silica, carbonates and hydroxides of magnesium, dolomite, 
calcium sulphate and titanium dioxide. 

9. A process according to any preceding claim, wherein the latex solids are chosen from a natural rubber, 
a natural rubber which has been substituted with functional groups, a synthetic rubber, an acrylic 
30 copolymer, a polyvinyl acetate) and copolymers of vinyl acetate. 

10* A process according to claim 1, wherein: 

the particulate inorganic material is chosen from a kaoiinitic clay, a calcined kaoiinitic clay, a 
calcium carbonate, silicates of calcium and aluminium, bauxite, talc, mica, alumina trihydrate, silica, 
35 carbonates and hydroxides of magnesium, dolomite, calcium sulphate or titanium dioxide; and wherein: 
the natural or synthetic latex composition comprises a suspension of polymer particles in water 
wherein the latex solids are chosen from a natural rubber, a natural rubber which has been substituted 
with functional groups, a synthetic rubber, an acrylic copolymer, a polyvinyl acetate) and a copolymer 
of vinyl acetate. 

40 

11. A process according to claim 1 , wherein: step (1) is effected by: 

(a) forming a dispersed aqueous suspension of fine carbon black which contains from 5% to 25% by 
weight, on a dry weight basis, of the carbon black; 

(b) forming a dispersed aqueous suspension of a white inorganic material containing from 50% to 
45 60% by weight on a dry weight basis, of the inorganic material; 

(c) combining the aqueous suspension of the inorganic material with the natural or synthetic latex 
composition; and 

(d) combining the dispersed aqueous suspension of carbon black with the inorganic mineral/latex 
suspension formed in step (c) in proportions such that the quantity of carbon black is from 0.1% to 

so 10% on a dry weight basis, based on the weight of the inorganic mineral; and wherein: 

step (2) is effected by: 

<e) spray drying the suspension formed in step (d) to form hollow microspheres of substantially dry 
material having diameters in the range of from 0.02 mm to 0.5 mm. 

55 12. A process according to claim 1 . wherein: 
step (1) is effected by: 

(a) forming a dispersed aqueous suspension of fine carbon black which contains from 5% to 25% by 
weight, on a dry weight basis, of the carbon black; 
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(b) forming a dispersed aqueous suspension of a white inorganic materia! containing from 50% to 
60% by weigh! on a dry weight basis, of the inorganic materia]; 

(c) combining the aqueous suspension of the inorganic material with the dispersed aqueous 
suspension of carbon black formed in step (a) in proportions such that the quantity of carbon black 

5 is from 0.1% to 10% on a dry weight basis, based on the weight of the inorganic mineral; and 

(d) combining the inorganic mineral/carbon black formed in step (c) with the natural or synthetic 
latex composition; and wherein: 

step (2) is effected by: 

(e) spray drying the suspension formed in step (d) to form hollow microspheres of substantially dry 
10 material having diameters in the range of from 0.02 mm to 0.5 mm. 

13. An organic polymer composition which comprises an organic polymeric material and an inorganic filler 
as prepared by a process as claimed in any one of claims 1 to 12. 

is 14. An organic polymer composition as claimed in claim 13. wherein the polymeric material rs a 
thermoplastic or a thermosetting material. 

15. An article formed, either partially or wholly, from an organic polymer composition as claimed in claim 
13 or 14. 

20 

Patentansprtiche 

1. Verfahren zur Herstellung eines beschichteten anorganischen FOHstoffs, umfassend: 

(1) Vereinigen eines partikelformigen anorganischen Materials, einer natUrlichen oder synthetischen 
25 Latexzusammensetzung und einer dispergierten waBrigen Suspension von Kohlenstoffschwarz, wo- 

durch eine waBrige Mischung der Bestandteile hergestellt wird; und 

(2) Entwassern und Trocknen der entstandenen Mischung; 

wobei die natQrJiche oder synthetische Latexzusammensetzung in einer Menge angewendet 
wird, dafl auf den Partikeln des anorganischen FOHstoffs eine Beschichtung von 1 bis 10 Gew.% 
oo Latexfeststoffe auf der Basis des trockenen anorganischen Materials gebitdet wird. 

2. Verfahren nach Anspruch 1, wobei Kohlenstoffschwarz in einer Menge verwendet wird, dafi eine 
Beschichtung von O.I bis 10 Gew.% trockenes Kohlenstoffschwarz auf der Basis des anorganischen 
FUllstoffs gebildet wird. 

35 

a. Verfahren nach Anspruch 1 oder 2, wobei das anorganische Material und die Latexzusammensetzung 
der waBrigen Suspension von Kohlenstoffschwarz entweder nacheinander oder gleichzeitijg zugesetzt 
werden. 

40 4. Verfahren nach Anspruch 1, 2 oder 3, wobei die waBrige Suspension von Kohlenstoffschwarz 5 bis 25 
Gew.% Kohlenstoffschwarz entha*lt. 

5. Verfahren nach einem der vorstehenden AnsprOche, wobei das partikelfdrmige anorganische Material in 
Form einer dispergierten waBrigen Suspension verwendet wird. 

45 

6. Verfahren. nach Anspruch 5, wobei die waBrige Suspension des anorganischen Materials 50 bis 65 
Gew.% des anorganischen Materials enthalL 

7. Verfahren nach einem der vorstehenden AnsprOche, wobei die Mischung aus anorganischem Material. 
so Latex und Kohlenstoffschwarz zu Hohlperlen sprQhgetrocknet wird. 

8. Verfahren nach einem der vorstehenden AnsprOche. wobei das partikel16rmige anorganische Material 
aus Kaolinitton, gebranntem Kaolinrtton, Calciumcarbonat, Silicaten von Calcium und Aluminium. Bauxit, 
Talkum. Glimmer. Aluminiumoxidtrihydrat, Siliciumdioxid. Carbonalen und Hydroxiden von Magnesium, 

55 Dolomit, Calciumsulfat und Titandioxid ausgew^hlt ist. 

9. Verfahren nach einem der vorstehenden AnsprOche. wobei die Latexfeststoffe aus natOrlichem Kaut- 
schuk, mit fuktionellen Gruppen substituiertem natOrlichem Kautschuk, synthetischem Kautschuk. einem 
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Acrylcopolymer, Poly(vinylacetat) und Copolymeren von Vinylacetat ausgewShK sind. 

10. Verf ah ran nach Anspruch 1 , wobei: 

das partikelformige anorganischa Material aus Kaolinitton, gebranntem Kaolinitton, Calciumcarbo- 
5 nat, Silicaten von Calcium und Aluminium, Bauxft, Talkum, Glimmer, Alumintumoxidtrihydrat, Siltcium- 
dioxid, Carbonaten und Hydroxiden von Magnesium, Dolomit, Calciumsulfat oder Tltandioxid ausge- 
wahlt ist; und 

die natOriiche Oder synthetische Latexzusammenset2ung eine Suspension von Polymerparbkeln in 
Wasser umfaOt, wobei die Latexfeststoffe aus natOrtichem Kautschuk, mit funktionellen Gruppen 
w substituiertem natUrlichem Kautschuk, synthetischem Kautschuk, einem Acrylcopolymer, Poly- 
(vinylacetat) und einem Copolymer von Vinylacetat ausgewShlt sind. 

11. Verfahren nach Anspruch 1, wobei: 
der Schritt (1)erfolgt: 

is (a) Herstellen einer dispergierten waBrigen Suspension von feinem Kohfenstoffschwarz, die auf 

Trockengewichtsbasis 5 bis 25 Gew.% Kohlenstoffschwarz enthalt; 

(b) Herstellen einer dispergierten wafirigen Suspension elnes weiBen anorganischen Materials, die 
auf Trockengewichtsbasis 50 bis 60 Gew.% des anorganischen Materials enthalt; 

(c) Vereinigen der wafirigen Suspension des anorganischen Materials mit der natUrlichen Oder 
20 synthetischen Latexzusammensetzung; und 

(d) Vereinigen der dispergierten wafirigen Suspension von Kohlenstoffschwarz mit der im Schritt (c) 
hergestellten Suspension aus anorganischem Material/Latex in Anteilen, so dafl die Menge an 
Kohlenstoffschwarz auf Trockengewichtsbasis 0,1 bis 10% auf der Basis des Gewichtes des 
anorganischen Matrtals betr^gt; und 

25 der Schritt (2) erfolgt: 

(e) Spruiiuuukiieii der im Schriti (d) hergesieiiien Suspension, wodurch Hohiperien des im weseniii- 
chen trockenen Materials mit Durchmessem im Bereich von 0.02 bis 0,5 mm gebildet werden. 

12. Verfahren nach Anspruch 1, wobei: 
oo der Schritt (1) erfolgt: 

(a) Herstellen einer dispergierten waBrigen Suspension von feinem Kohlenstoffschwarz, die auf 
Trockengewichtsbasis 5 bis 25 Gew.% Kohlenstoffschwarz enthMIt; 

(b) Herstellen einer dispergierten wSBrigen Suspension eines weiBen anorganischen Materials, das 
auf Trockengewichtsbasis 50 bis 60 Gew.% des anorganischen Materials enthaTt; 

35 (c) Vereinigen der w3 Grig en Suspension des anorganischen Materials mit der im Schritt (a) 

hergestellten dispergierten wafirigen Suspension von Kohlenstoffschwarz in Anteilen, so daB die 
Menge an Kohlenstoffschwarz auf Trockengewichtsbasis 0,1 bis 10% auf der Basis des Gewichtes 
des anorganischen MatriaJs betragt; und 

(d) Vereinigen des im Schritt {c) hergestellten anorganischen Materials/Kohlenstoffschwarz mit der 
40 natUrlichen oder synthetischen Latexzusammensetzung; und 

der Schritt (2) erfolgt 

(e) SprOhtrocknen der im Schritt (d) hergestellten Suspension, wodurch Hohiperien des im wesentli- 
chen trockenen Materials mit Durchmessem im Bereich von 0,02 bis 0,5 mm gebildet werden. 

45 13. Organische Polymerzusammensetzung, die ein organisches Polymermaterial und einen anorganischen 
RJIIstoff nach einem Verfahren nach einem der Anspruche 1 bis 12 umfaSt. 

14. Organische Polymerzusammensetzung nach Anspruch 13, wobei das Polymermaterial ein thermoplasti- 
sches oder duroplastisches Material ist. 

50 

15. Gegenstand, der entweder teilweise oder volistandig aus einer organischen Polymerzusammensetzung 
nach Anspruch 13 oder 14 hergestellt ist 

Revendlcattons 

55 

1. Procdde* de preparation d'une charge inorganique revetue. salon lequal : 

<1) on associe une matfere inorganique particu Jarre, une composition de latex naturelle ou synth&U- 
que, et une suspension aqueuse dispersed de noir de carbone, pour former un melange aqueux des 
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ingredients ; et 

(2) on 6goutte et on seche !e melange resultant ; cette composition do latex naturelfe ou synthSb'que 
£tant employee selon une quantity appropriSe pour former un revStement sur les particules de 
charge inorganrque, a raison de 1 % a 10 % en pokJs de soiides de latex par rapport au pords de 
s matiere inorganique seche. 

2. ProcSde' selon la revendication 1, dans lequel le nolr de carbone est employe* selon une quantity 
appropriee pour obtenir, dans le revetement, de 0,1 % a 10 % en poids de noir de carbone sec. par 
rapport au poids de la charge inorganrque. 

w 

3. Proce'de* selon la revendication 1 ou 2, dans leque! la matiere inorganique et fa composition de latex 
sont ajoutees successwement ou simultane* ment dans la suspension aqueuse de noir de carbone. 

4. ProcSde' selon la revendication 1. 2 ou 3. dans lequel la suspension aqueux de noir de carbone contient 
js de 5% a 25% en poids de noir de carbone. 

5. ProcSde" selon I'une queiconque des revendications pr£ce*dentes. dans lequel la matiere inorganique 
particulate est employee sous la forme d'une suspension aqueuse dispersed. 

20 6. Proceed selon la revendication 5, dans lequel la suspension aqueuse de la matiere inorganique contient 
de 50 % a 65 % en poids de la matiere inorganique. 

7. Proc&ts* selon Tune queiconque des revendications pr£c£dentes, dans lequel le melange de matiere 
inorganique, de latex et de noir de carbone, est se*che" par atomisation afin de former des microspheres 

25 creuses. 

8. ProcSde' selon I'une queiconque des revendications prece*dentes, dans lequel la matiere inorganique 
particulaire est choisie parmi une argile a base de kaolinite, une argil a a base de kaolinite calcinee, du 
carbonate de calcium, des silicates de calcium et d'aluminium, de la bauxite, du talc, du mica, de 

30 I'alumine tri-hydratee, de la silice, des carbonates et des hydroxydes de magnesium, la dolomite, le 
sulfate de calcium et le dioxyde de titane. 

9. Procdde* selon Tune queiconque des revendications prece'dentes, dans lequel les soiides de latex sont 
choisis parmi un caoutchouc nature!, un caoutchouc naturel ayant 6te* substitue* avec des groupes 

35 fonctionnels, un caoutchouc synth£tique, un copolymere acrylique, un poly(ac6tate de vinyle) et des 
copolymers d'ace*tate de vinyle. 

10. Proce'de* selon la revendication 1, dans lequel : 

la matfere inorganique particulaire est choisie parmi une argile a base de kaolinite, un carbonate de 
40 calcium, les silicates de calcium et d'aluminium, la bauxite, le talc, le mica, i'alumine tri-hydrat$e. la 
silice. les carbonates et les hydroxydes de magnesium, la dolomite, le sulfate de calcium et le dioxyde 
de titane ; et dans lequel : 

fa composition de latex naturelte ou synth£tique comprend une suspension de particules de 
polymere dans de i'eau. les soiides de latex etant choisis parmi un caoutchouc naturel, un caoutchouc 
45 naturel ayant e*te* substitue* avec des groupes fonctionnels, un caoutchouc synthgtique, un copolymere 
acrylique. un poly (acetate de vinyle) et un copolymere d'ac£tate de vinyle. 

11. ProcSde* selon la revendication 1. dans lequel I'Stape (1) est eflectue*e : 

a) en formant une suspension aqueuse dispersed de noir de carbone fin, contenant de 5 % a. 25 % 
5a en poids k sec, du noir de carbone ; 

b) en formant une suspension aqueuse dispersee d'une matiere inorganique blanche contenant de 
50 % a 60 % en poids a sec, de la matiere inorganique ; 

c) en associant la suspension aqueuse de la matiere inorganique. avec la composition de latex 
naturel le ou synth&ique ; et 

55 d) en associant la suspension aqueuse dispersed de noir de carbone. avec la suspension de mineral 

inorganique et de latex formSe dans I'Gtape (c) selon des proportions telles que fa quantity de noir 
de carbone soit de 0,1 % & 10 % en poids a sec par rapport au poids du mineral inorganique ; et 
dans lequel. I*6tape (2) est effectuee : 
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e) en se*chant par atomisation la suspension formed dans l"6tape (d) afin de former des microsphe- 
res creuses d'une matiere a peu pres seche ayant un diametre de 0,02 mm a 0,5 mm. 

12. Proce*d$ selon la revendication 1. dans "equal lltape (1) est errectue*e : 

a) en formant une suspension aqueuse dispersde de noir de carbone lin, contenant de 5 % a 25 % 
en poids a sec, du noir de carbone ; 

b) en formant une suspension aqueuse dispersed d'une matiere inorganique blanche, contenant de 
50 % a 60 % en poids a sec, de la matiere inorganique ; 

c) en associant la suspension aqueuse de la matiere inorganique, avec la suspension aqueuse de 
noir de carbone formde dans l'6tape (a), selon des proportions telles que la quantity de noir de 
carbone, soil de 0.1 % a 10 % en poids a sec par rapport au poids du mineral inorganique ; et 

d) en associant le melange de mineral inorganique et de noir de carbone forme* dans l'£tape (c) avec 
la composition de latex naturelle et synth£tique ; et dans lequel, r£tape (2) est effectual : 

e) en sechant par atomisation la suspension formee dans J'gtape (d) afin de former des microsphe- 
res creuses d'une matiere a peu pres seche ayant un diametre de 0,02 mm a 0,5 mm. 

13. Composition a base de poly mere organique, comprenant une matiere polymere organlque et une 
charge inorganique pr£par£e selon un procede* revendique* dans Tune quelconque des revendfcations 1 
a 12. 

14. Composition a base de polymere organique selon ia revendication 13, dans laquelle la matiere 
polymers est une matiere thermoplastique ou thermodurcissable. 

15. Article forme* partiellement ou totalement a partir d*une composition a base de polymere organique, 
selon !a revendication 1 3 ou 14. 
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